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clear solution of caoutchouc in carbon bisulphide and light
coal-tar naphtha.
4.  CASEIN VARNISHES
Casein may be used both for varnish and for paint.
To make it, milk is allowed to stand and the cream is
skimmed off until no more cream appears; then some vine-
gar or sulphuric acid is added to it and the casein separates
in curdy masses. It is then washed repeatedly, carefully
pressed, and then put into a flask and dissolved in spirit of
ammonia, which is accomplished by digestion with frequent
shaking in. a closed flask for a few days. When this solu-
tion is spread on glass, wood, etc., the ammonia rapidly
evaporates and the casein is left as a colorless, lustrous film,
which appears permanent as exposed to the weather.
The addition of pigments to such a solution produces a
paint.
Casein is also soluble in a solution of borax; a varnish
may be made in this way, which dries rapidly and forms a
satisfactory film.